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(54) Vault shaped target and high-field magnetron 

(57) The disclosure relates to a target and magnet- 
ron lor a plasma sputter reactor (1 0). The target (1 2) has 
an annular vault (18) facing the wafer (20) to be sputter 
coated. Various types of magnetic means positioned 
around the vault create a magnetic field supporting a 
plasma extending over a large volume of the vault. Pref- 
erably, the magnetron (14) includes annular magnets 
'32) of opposed polarities disposed behind the two vault 

i sidewalls (22. 24) and a small closed unb alanced mag- 
netr on of nested magnets (30 ) of oppo^edjjojarities 

f cnunnoH ^| r>n n ihp vault roof . An integrated copper via 
filling process with the inventive reactor or other reactor 
includes a first step of highly ionized sputter deposition 
of copper which can optionally be used to remove the 
barrier layer at the bottom of the via : a second step of 
more neutral, lowcr-cncrgy sputter deposition of copper 
to complete the seed layer, and a third step of electro- 
plating copper into the hole to complete the metalliza- 
tion. The first two steps can be also used with barrier 
metals. 





FIG. 3 
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Description 

[0001 ] ""he invention relates generally to plasma sput- 
tering n oanicular. the invention relaies to the spuner 
large: and associated magnetron used in a sputter re- 5 
actor arc tc ar. integrated via filling process using spat- 
tering. 

[0002] A serr concuctcr r.tegrated circuit contains 
many layers of ciffere r .i materials usually classified ac- 
corcing tc whether the layer is a semiconductor, a die- to 
leclric ^electrical insulator) or metal. However, some ma- 
terials such as barrier materials, for example. TiN. are 
not so easily classified. The two principal current means 
of depositing metals and barrier materials are sputter- 
ing, also referred to as physical vapor deposition (PVD) : 15 
and chemical vaoor deposition (CVD). Of the two, sput- 
tering has the inherent advantages of low cost source 
material and high deposition rates. However, sputtering 
has an inherent disadvantage when a material needs to 
be filled into a deep narrow hole, that is. one having a 20 
high aspec: ratio. The same disadvantage obtains when 
a thin layer of the material needs to be coated onto the 
sides of the hole, which is often required for barrier ma- 
terials. Aspect ratios of 3:1 present challenges. 5:1 be- 
comes difficult. 3:1 is becoming a requirement, and 10: 25 
1 and greater are expected in the future. Sputtering itself 
is fundamentally a nearly isotropic process producing 
ballistic sputter particles which do not easily reach the 
bottom of deep narrow holes. On the other hand, CVD 
tends to be a conformal process equally effective at the 20 
bottom of holes and on exposed top planar surfaces. 
[0003] Up until the recent past, aluminum has been 
the metal of choice for the metallization used in horizon- 
tal interconnects and in the vias connecting two levels 
of metallization. In more recent technology, copper vias 25 
extend between two levels of horizontal copper inter- 
connects. Contacts to the underlying silicon present a 
larger problem, but may still be accomplished with either 
aluminum or ceppor. Copper interconnects arc used to 
reduce signal delay in advanced ULSI circuits. It is un- -*o 
derstood that copper may be pure copper or a copper 
alloy containing up to 10% alloying with other elements 
such as magnesium and aluminum. Due to continued 
downward scaling of the critical dimensions of microcir- 
cuits. critical electrical parameters of integrated circuits. 4 $ 
such as contact and via resistances, have become more 
difficult to achieve, in addition, due to the smaller dimen- 
sions, the aspect ratios of inter-metal features such as 
contacts and vias are also increasing. An advantage of 
copper is that it may be quickly and inexpensively de- so 
posited by electrochemical processes, such as electro- 
plating. However, sputtering or possibly CVD of thin cop- 
per layers onto the walls of via holes is still considered 
necessary to act as an electrode for electroplating or as 
a seed layer for the electroplated copper. The discus- 55 
sion of copper processes will be delayed until later. 
;0004] The conventional sputter reactor has a planar 
target in parallel opposition to the wafer being sputter 
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deposited. A negative DC voltage is applied to the target 
of magnitude suffice: to ionize the argon working gas 
:ntc a plasma. The positive argon ions are attracted to 
:ne negatively chargec :argel with sufficient energy to 
sputter atoms of the .jrgel material Some of the sput- 
tered atoms strike the wafer and form a sputter coating 
thereon. Most usua'ty. a magnetron is positioned in back 
of the target to create a larger magnetic field adjacent 
to the target. The magreiic field traps electrons, and. to 
maintain charge neutrality in the plasma, the ion density 
also increases. As a result, the plasma density and sput- 
ter rate are increased. The conventional magnetron 
generates a magnetic field lying principally parallel to 
tne target. 

[0005] Much effort has been expended to allow sput- 
tering to effectively coat metals and barrier materials 
deep into narrow holes. High-density plasma (HDP) 
sputtering has been ceveloped in which the argon work- 
ing gas is excited into a high-density plasma, which is 
defined as a plasma having an ionization density of at 
least 10 11 cnr 3 across the entire space the plasma fills 
except the plasma sheath. Typically, an HDP sputter re- 
actor uses an RF power source connected to an induc- 
tive coil adjacent to the plasma region to generate the 
high-density plasma. The high argon ion density causes 
a significant fraction of sputtered atoms to be ionized. If 
the pedestal electrode supporting the wafer being sput- 
ter coated is negatively electrically biased, the ionized 
sputter particles (metal ions) are accelerated toward the 
wafer to form a directional column that reaches deeply 
into narrow holes. 

[0006] HDP sputter reactors, however, have disad- 
vantages. They involve a somewhat new technology 
and are relatively expensive. Furthermore, the quality of 
the sputtered films they produce is often not the best, 
typically having an undulatory surface. Also, high-ener- 
gy ions, particularly the argon ions which are also at- 
tracted to the wafer, tend to damage the material already 
deposited. 

[0007] Another sputtering technology, referred to as 
self-ionized plasma (SIP) sputtering, has been devel- 
oped to fill deep holes. See. for example. U.S. Patent 
Application 09/373.097 filed August 1 2. 1 999 by Fu and 
U.S. Patent Application filed October B, 1 999 by Chiang 
et al. Both of these patent applications arc incorporated 
by reference in their entireties. In its original implemen- 
tations. SIP relies upon a somewhat standard capaci- 
tively coupled plasma sputter reactor having a planar 
target in parallel opposition to the wafer being sputter 
coated and a magnetron positioned in back of the target 
to increase the plasma density and hence the sputtering 
rate. The SIP technology, however, is characterized by 
a high target power density, a small magnetron, and a 
magnetron having an outer magnetic pole piece enclos- 
ing an inner magnetic pole piece with the outer pole 
piece having a significantly higher total magnetic flux 
than the inner pole piece. In some implementations, the 
target is separated from the wafer by a large distance 
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to effect long-throw sputtering, which enhances colli- 
matec sputtering. The asymmetric magnetic poie pieces 
causes the magnetic field to have a significant vertical 
component extending far towards the wafer, thus en- 
hancing and extending the high-oensity plasma volume 
and promoting transport of ionized sputter particles. 
[0008] The SIP Technology was originally developed 
forsustamed self-sputtering (SSS) in which a sufficiently 
high rjmoer cf sputter particles are ionized that they 
may be usee :o further sputter the target and no argon 
working gas is required Cf the metals commonly used 
in semiconductor fabrication, only copper has a suffi- 
ciently '■•tgn self-sputtering yield to allow sustained self- 
sputtering 

[0009] The extremely low pressures and relatively 
high ionization fractions associated with SSS arc advan- 
tageous for filling deep holes with copper. However, it 
was quickly realized that the SIP technology could be 
advantageously appiiec :o the sputtering of aluminum 
and other metals ana even to copper sputtering at mod- 
erate pressures. SIP sputtering produces high quality 
films exhibiting high hole filling factors regardless of the 
material being sputtered. 

[0010] Nonetheless. SIP has some disadvantages. 
The small area of the magnetron may require circumfer- 
ential scanning of the magnetron in a rotary motion at 
the back of the target to achieve even a minimal level of 
uniformity, and even with rotary scanning, radial uni- 
formity is difficult to achieve. Furthermore, very high tar- 
get powers have been required in the previously known 
versions of SIP. High-capacity power supplies are ex- 
pensive and necessitate complicated target cooling. 
Lastly, known versions of SIP tend to produce a relative- 
ly low ionization fraction of sputter particles, for exam- 
ple. 20%. The remaining non-ionized fraction of sput- 
tered particles has a relatively isotropic distribution rath- 
er than forming a forward directed column which results 
from metal ions being accelerated toward a biased wa- 
fer. Also, the target diameter in a typical commercial 
sputter reactor is only slightly greater than the wafer di- 
ameter. As a result, those holes being coated located at 
the edge of the wafer have radially outer sidewalls which 
see a larger fraction of the target and are more heavily 
coated than the radially inner sidewalls. Therefore, the 
sidewalls of the edge holes arc asymmetrically coated. 
[0011] Other sputter geometries have been devel- 
oped which increase the ionization density. One exam- 
ple is a multi-pole hollow cathode target, several vari- 
ants of which are disclosed by Barnes et al. in U.S. Pat- 
ent 5 ; 1 78.739. Its target has a hollow cylindrical shape. 
• ■sually closed with a circular back wall, and is electri- 
cally biased. Typically, a series of magnets, positioned 
on the sides of the cylindrical cathode of alternating 
magnetic polarization, create a magnetic field extending 
generally parallel to the cylindrical sidewall. 
[001 2] Another approach uses a pair of facing targets 
racing the lateral sides of the plasma space above the 
wafer. Such systems are described, for example, by Ki- 



tamoto et al. in "Compact sputtering apparatus for de- 
posing Co-Cr alley :hir. films in magnetic disks," Pro- 
ceedings: The Fourth International Symposium on Sput- 
tering & Plasma Processes, Kanazawa, Japan, June 
5 4-6. 1 997. pp. 5 1 9-522. oy Yamazato el at. in "Prepara- 
tion of TIN thin films by facing targets magnetron sput- 
tering, ibid. pp. 635-633. and by Musil et al. in "Unbal- 
anced magnetrons and new sputtering systems with en- 
nanced plasma •onzaiion." Journal of Vacuum Science 

to and Technology A. vcl. 9. no. 3. May 1991. pp. 
1 1 71 -1 1 77. The facing pair geometry has the disadvan- 
tage that the magnets are stationary and create a hori- 
zontally extending field :hat is inherently non-uniform 
with respect tc me wafer 

>5 [0013] Musil etal. /'6/d. : pp.i174. 11 75 describe a coil- 
driven magnetic mirror magnetron having a central post 
of one magnetic polarization and surrounding rim of an- 
other polarization. An annular vault-shaped target is 
placed between the post and rim. This structure has the 

20 disadvantage that the soft magnetic material forming the 
two poles, particularly the central spindle, are exposed 
to the plasma during sputtering and inevitably contami- 
nate the sputtered layer. Furthermore, the coil drive pro- 
vides a substantially cylindrical geometry, which may 

25 not be desired in some situations. Also ; the disclosure 
illustrates a relatively shallow geometry for the target 
vault, which does not take advantage of some possible 
beneficial effects for a concavely shaped target. 
[0014] Helmer etal. in U.S. Patent 5,482.611 describe 

30 a target having an annular groove or vault facing the 
substrate. Stationary magnets are arranged on the out- 
side of the vault sidewalls with parallel magnetic polar- 
ities so as to create a magnetic field generally parallel 
to the vault walls within the vault and having a magnetic 

35 cusp or null spot nearthe opening of the vault. Themag- 
netic cusp directs the metal sputter ions in a beam to- 
wards the wafer. However. Helmer et al. admit that uni- 
formity of deposition with this magnetic configuration is 
not good. Lantsman in U.S. Patent 5.589.041 discloses 

jo an plasma etch chamber having a dielectric roof that is 
formed with a vault so as to shape the plasma. 
[001 5] It is thus desired to combine many of the good 
benefits of the different plasma sputter reactors de- 
scribed above while avoiding their separate disadvan- 

J 5 tages. 

[0016] Returning now to copper processing and the 
structures that need to be formed for copper vias. as is 
well known to those in the art, in a typical copper inter- 
connect process flow, a thin barrier layer is first depos- 

so ited onto the walls of the via hole prior to the copper 
deposition. The barrier layer prevents copper from dif- 
fusing into the insulating dielectric layer separating the 
two copper levels and also to prevent intra metal and 
inter metal electrical shorts. A typical barrier for copper 

55 over silicon oxide includes Ta or TaN or a combination 
thereof, but other materials have been proposed, such 
as WAA/N and Ti/TiN among others. In a typical barrier 
deposition process, the barrier layer is deposited using 
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PVD or other method to form a continuous layer be- 
tween :.ne ur.aerlymg and overlying copper layers in- 
cluding the contact area at the bottom of the via hole. 
Thin layers of these barrier materials have a small but 
unite transverse resistance. A structure resulting from 5 
this copper interconnect process produces a contact 
having a f.r.ite characteristic resistance (known in the art 
as a contact or via resistance) tha: depends on the ge- 
ometry Conventionally the barrier layer at the bottom 
of the ccniact o' via hole contributes about 30% of the '0 
total contact or via resistance. Geffken et al. disclose in 
U.S. Patent 5.985 762 a separate directional etching 
step to remove the barrier layer from the bottom of the 
via hole over an unaenying copper feature but not from 
the via sidewalis so that, during the sputter removal of '5 
the copper oxide at the via bcttcm. the dielectric is not 
poisoned by the sputtered copper. This process requires 
presumably a separate etching chamber. Furthermore, 
the process deleteriously also removes the barrier at the 
bottom of the trench in a dual-damascene structure. 20 
They accordingly deposit another conformal barrier lay- 
er, which remains under the metallized via. 
[001 7] As a result, there is a need in the art for a meth- 
od and apparatus to form a low-resistance contact be- 
tween underlying and overlying copper layers and hav- 25 
ing a low contact resistance without unduly complicating 
the process. 

[001 8] A copper layer used to form an interconnect is 
conveniently deposited by electrochemical deposition, 
for example, electroplating. As is well known, an adhe- 30 
sion or seed layer of copper is usually required to nu- 
cleate an ensuing electrochemical deposition on the di- 
electric sidewalis as well as to provide a current path for 
the electroplating. In a typical deposition process, the 
copper seed layer is deposited using PVD or CVD meth- 35 
ods. and the seed layer is typically deposited on top of 
the barrier layer. A typical barrier/seed layer deposition 
sequence also requires a pre-clean step to remove na- 
tive oxide and other contaminants that reside on the un- 
derlying metal that has been previously exposed in etch- *o 
ing the via hole. The pre-clean step, for example, a sput- 
ter etch clean step using an argon plasma, is typically 
performed in a process chamber that is separate from 
the PVD chamber used to deposit the barrier and seed 
layers. With shrinking dimension of the integrated cir- J 5 
cuits. the efficacy of the pre-clean step, as well as side- 
wall coverage of the seed layer within the contact/via 
feature, become more problematical. 
[0019] As a result, the art needs a method and appa- 
ratus that improves the pre-clean and deposition of the so 
seed layer. Further, the seed layer needs to be confor- 
mally deposited in all portions of the via hole even if the 
barrier layer is removed in portions of the hole. 
[0020] The invention includes a magnetron producing 
a large volume or thickness of a plasma, preferably a 55 
high-density plasma. The long travel path through the 
plasma volume allows a large fraction of the sputtered 
atoms to be ionized so that their energy and direction- 
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ality can be controlled by substrate biasing. 
[0021 ] In cne embodiment of the invention, the target 
includes at leas: one annular vault on the front side of 
the target. The backside of the target includes a central 
well enclosed by the vault and accommodating an inner 
magnetic pele of one polarity. The backside of the target 
also induces an outer annular space surrounding the 
vault and accommodating an outer magnetic pole of a 
second pear ty The outer magnetic pole may be annu- 
lar or be a c 'cj a r segment which is rotated about the 
inner magnetic pole. 

[0022] In one embodiment, the magnetization of the 
two poles may be accomplished with soft pole pieces 
projecting into the central well and the outer annular 
space and magnetically coupled to magnets disposed 
generally behind r .hc well and outer annular space. In a 
second embodiment, the two poles may be radially di- 
rected magnetic directions. In a third embodiment, a 
magnetic coil drives a yoke having a spindle and rim 
shape. 

[0023] In one advantageous aspect of the invention, 
the target covers both the spindle and the rim of the yoke 
as well as forming the vault, thereby eliminating any 
yoke sputtering. 

[0024] According to another aspect of the invention 
the relative amount of sputtering of the top wall of the 
inverted vault relative to the sidewalis may be controlled 
by increasing the magnetic flux in the area of the top 
wall. An increase of magnetic flux at the sidewalis may 
result in a predominantly radial distribution of magnetic 
field between the two sidewalis. resulting in large sput- 
tering of the sidewalis. 

[0025] One approach for increasing the sputtering of 
the lop wall places additional magnets above the top 
wall with magnetic polarities aligned with the magnets 
just outside of the vault sidewalis. Another approach us- 
es only the top wall magnets to the exclusion of the side- 
wall magnets. In this approach, the back of the target 
can be planar with no indentations for the central well 
or the exterior of the vault sidewalis. In yet another ap- 
proach, vertical magnets are positioned near the bottom 
of the vault sidewalis with vertical magnetic polarities 
opposed to those the corresponding magnets near the 
top of the vault sidewalis, thereby creating semi-toroidal 
fields near the bottom sidewalis. Such fields can be ad- 
justed either for sputtering or for primarily extending the 
top wall plasma toward the bottom of the vault and re- 
pelling its electrons from the sidewalis. A yet further ap- 
proach scans over top wall a small, closed magnetron 
having a central magnetic pole of one polarity and a sur- 
rounding magnetic pole of Ihe other polarity. 
[0026] The target may be formed with more than one 
annular vault on the side facing the substrate. Each vault 
should have a width of at least 2.5cm , preferably at least 
5cm. and more preferably at least 7cm. The width is thus 
at least 10 times and preferably at least 25 times the 
dark space, thereby allowing the plasma sheath to con- 
form to the vault outline. 
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[0027] Various magnetron configurations are possible 
for use witn the vaulted target. A particularly advanta- 
geous design includes an annular inner sidewall magnet 
of one polarity. *r outer siaewall magnet of the other 
polariiy. end a roo- ri a gnel :ridt rotates aooul the central 5 
axis. The rcc; magnet may be composed of an annular 
outer magnet of the seccrd oo a r i:y surrounding an r - 
ner nagr.e: ol :he hrsi polarity The inner sidewall mag* 
nel is oreferab y civided into two axial portions separat- 
ed oy a non-magnetic spacer, thereoy smoothing the *o 
ercsion pattern on the inner target sidewall because the 
magnetic field is curved towards the non-magnetic; 
however, althcugr. the non-magnetic spacer is not re- 
quireo for ah aspects of tne invention. 
[0028] The invention also includes a two-step sputter- '5 
ing process, the first producing high-oncrgy ionized cop- 
per sputter ions, the second producing a more neutral, 
lower-energy sputter flux. The two-step process can be 
combined witn an integrated copper fill process in which 
the first step provides high sidewall coverage and may 20 
break through the bottom barrier layer and clean the 
copper. The second step completes the seed layer. 
Thereafter, copper is electrochemically deposited in the 
hole. For sputtering intc a dual-damascene structure, 
the conditions are preferably set so that the first step 25 
sputters the barrier from the bottom of the via hole but 
not from the more accessible trench floor. 
[0029] After forming a first level of metal on a wafer 
and pattern etching a single or dual damascene struc- 
ture tor a second level of metal on the wafer, the wafer 2-0 
is processed in a PVD cluster tool to deposit a barrier 
layer and a seed layer for the second metal level. 
[0030] Instead of using a pre-clean step (for example, 
a spuller etch clean slep). in accordance with one as- 
pect of the present invention, a simultaneous clean-dep- 35 
osition step (i.e.. a self-clean deposition step) is carried 
out. The inventive self clean deposition is carried out 
using a PVD deposition chamber that is capable of pro- 
ducing high-energy ionized target material. In accord- 
ance with one embodiment of the present invention, the J o 
high-energy ions physically remove material on flat ar- 
eas of a wafer, tn addition, the high-energy ions can dis- 
lodge material from a barrier layer disposed at the bot- 
tom ol a contact/via feature. Further, in accordance with 
one embodiment of the present invention, wherein an ^ 
initial thickness of the barrier layer is small, the high- 
energy ions can removed enough material from the bar- 
rier layer to provide direct contact between a seed layer 
and the underlying metal (for example, between a cop- 
per jode r lyr.g iaye r and a copper seed layer) in addi- so 
lion to providing direct contact between the two copper 
layers, the inventive sputtering process also causes re- 
deposition of copper over sidewalls of the contact/via to 
reinforce the thickness of the copper seed layer on the 
sidewall. This provides an improved path for current 55 
conduction, and advantageously improves the confor- 
malily of a layer subsequently deposited by electroplat- 
ing. 



The following is a description of some specific embodi- 
ments of the inventicr reference being made to the ac- 
companying drawings :n which: 

-\3 t *s a schematic cross-sectional view of a firsl 
embodiment of a magnetron spuner reactor of the 
invention using * stationary, circularly symmetric 
magnetron. 

FIG. 2 is a schematic cross-sectional diagram illus- 
trating the ccilimating function of the target of the 
invention. 

FIG. 3 is a schematic cross-sectional view of a sec- 
ond embodiment of a magnetron sputter reactor of 
the invenucr. js.r.g a rotating, segmented magnet- 
ron with vertically magnetized magnets. 
FIG. 4 is a schematic cross-sectional view of a third 
embodiment of a magnetron sputter reactor of the 
invention using a rotating, segmented magnetron 
with radially magnetized magnets. 
FIG. 5 is a schematic cross-sectional view of a 
fourth embodiment of a magnetron sputter reactor 
of the invention using an electromagnetic coil. 
FIG. 6 is a cross-sectional view of a fifth embodi- 
ment of a magnetron of the invention using addition- 
al magnets at the roof of the vault to increase the 
roof sputtering. 

FIG. 7 is a cross-sectional view of a sixth embodi- 
ment of a magnetron of the invention using only the 
vault magnets. 

FIG. 8 is a cross-sectional view of a seventh em- 
bodiment of a magnetron of the invention using ad- 
ditional confinement magnets at the bottom side- 
wall of the vault. 

FIG. 9 is a cross-sectional view of an eighth embod- 
iment of a magnetron of the invention using a closed 
magnetron over the vault roof and separate mag- 
nets for the vault sidewalls. 

FIGS. 10-12 are cross-sectional views of ninth 
through eleventh embodiments of magnetrons of 
the invention. 

FIGS. 13 and 14 are respectively a cross-sectional 
view and a schematic plan view of a twelfth embod- 
iment of the invention using stationary outer side- 
wall magnets and rotating inner sidewall magnets. 
FIG. 15 is a schematic plan view of a variant of the 
twelfth embodiment. 

FIG. 16 is a cross-sectional view of the target and 
magnetron of the twelfth embodiment illustrating 
the resultant magnetic field.. 
FIG 17 is a graph of sputtering yield as a function 
of copper ion energy. 

FIGS. 1 8 and 1 9 are cross-sectional views illustrat- 
ing the effects of high-energy ionized sputter depo- 
sition, particularly the effect of a high-energy copper 
PVD deposition removing the barrier layer at the 
bottom of the via. 

FIG. 20 is a cross-sectional view illustrating how 
one copper PVD reactor can be used to both re- 
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move the barrier at the via bottom and to deposit a 
copper layer n ,ts place. 

FIG 21 is a sectioned orthographic view of a de- 
sired oamer layer in a cta.-damascene intercor- 
nect 5 
FIGS 22 anc 23 are cress-sectional view of a de- 
srabie s'.'ucture for a barie* r.ye r aid ccpoer seed 
layer in a dual-camascer.e .r.:erconnect. 
FIG 2- is a (lev/ diagram of a process usable for 
achieving the desirea interconnects of FIGS. 20 and to 
23 including a electroplating via fill. 

[0031] The invention uses a complexly shaped sput- 
ter targe- ar.d a specially shaped magnetron which have 
the combined effect of impressing a magnetic field pro- 15 
ducing a tmck rcg:cn of relatively high plasma density. 
As a result, a large fraction of the metal atoms sputtered 
from the target can be ionized as they pass through the 
plasma region. Sputterea metal ions can be advanta- 
geously controlled by substrate biasing to coat the walls 20 
of a deep, narrow hole and to selectively interact with 
the already deposited barrier layer dependent upon the 
local geometry. 

[0032] The inventive apparatus has been used to 
achieve several novei orocesses involving selective re- 25 
moval of layers at the bottom of nigh aspect-ratio holes 
and the selective sputter deposition on areas dependent 
upon their geometries. Mullislep processes involving 
both removal and deposition can be performed in the 
same sputter reactor, for example, the inventive reactor 30 
with a novel target and associated magnetron. 

Apparatus 

[0033] A magnetron sputter reactor 10 of a first em- 35 
bodiment of the invention is illustrated in the schematic 
cross-sectional view of FIG. 1. It includes a specially 
shaped sputter target 12 and magnetron 14 symmetri- 
cally arrangca aoout a central axis 16 in a reactor oth- 
erwise described for the most part by Chiang et al. in J0 
the above referenced patent application. This reactor 
and associated processes will be referred to as SIP* 
sputtering in contrast to the SIP sputter reactor of Chi- 
ang et al.. which uses a planar target. The shaped target 
1 2 or at least its interior surface is composed of the ma- 45 
lenal tc oe sputter deposited. The invention is particu- 
larly useful for sputtering copper, but it may be applied 
to other sputtering materials as well. It is understood that 
target may be composed of alloys, typically to less than 
10% of alloying. For example, copper is often alloyed so 
with silicon, aluminum, or magnesium. As is known, re- 
active sputtering of materials like TiN and TaN can be 
accomplished by using a Ti or Ta target and including 
gaseous nitrogen tn the plasma. Other combinations of 
metal targets and reactive gases are possible. 55 
[0034] The target 12 includes an annularly shaped 
downwardly facing vault 1 8 opposed to a wafer 20 being 
sputtercoated. The vault 1 8 could alternatively be char- 



acterized as an inverted annular trough or moat. The 
vauit 13 has an aspect rat:c of its depth to radial width 
of at least 0.5:1 arc preferably at least 1:1 The tested 
emoodiment had a v«l I width cf 7 5cm and an aspect 
'M\o o' 1 ^:1 The v.-.u!i -3 has an cylindrical outer side- 
wall 22 outside ji :r.c periphery c: ire wafer 20. a cylin- 
drical rner sidewa'i 2^ Dve'lyr.g the wafer 20. and a 
generally Hat. arr _ r.- vault tcp wa.l or roof 25 (which 
extends across :ne space between the annular side- 
walls 22; 24 and closes the bottom of the downwardly 
facing vault 13). The sicewalls 20. 22 in this embodiment 
extend generally oarallel to the central axis 16. and the 
roof 25 extends gereral.y perpendicularly. The target 1 2 
aiso includes a cerrral oortion fcrm.ng a spindle 26 in- 
cluding the inner sidewall 24 and a generally planarface 
28 spanning the space formed at the bottom terminus 
of the inner sidewail 24 in parallel opposition to the wafer 
20. The target 12 is con-inuous across its parts 22 t 25. 
24. 28 with no structure intervening between these parts 
and the process space between the target 12 and the 
wafer 20 The target 1 2 also includes a flange 29 which 
extends radially outwardly from near the terminus of the 
outersidewall 22 ar.d which is vacuum sealed to the low- 
er chamber bedy of tne sputter reactor 10. 
[0035] The magnetron 1 4 of the embodiment illustrat- 
ed in FIG. 1 includes one or more central magnets 30 
having a first vertical magnetic polarity and one or more 
outer magnets 32 of a second vertical magnetic polarity 
opposite the first polarity and arranged in an annular pat- 
tern. That is. one is N-S: the other, S-N. In this embod- 
iment the magnets 30. 32 are permanent magnets, that 
is : composed of strongly ferromagnetic material and are 
stationary. The inner magnets 30 are radially disposed 
within or axially upward of a cylindrical central well 36 
formed in the spindle 26 and between the opposed por- 
tions of the inner target sidewall 24 while the outer mag- 
nets 32 are disposed generally radially outside of the 
outer target sidewall 22. A circular magnetic yoke 34 
magnetically couples tops of the inner and outer mag- 
nets 30. 32. The yoke is composed of a magnetically 
soft material, for example, a paramagnetic material, 
such as SS410 stainless steel, that can be magnetized 
to thereby form a magnetic circuit for the magnetism pro- 
duced by the permanent magnets 30, 32. Permanently 
magnetized yokes are possible but arc difficult to obtain 
in a circular geometry. 

[0036] A cylindrical inner pole piece 40 of a similarly 
magnetically soft material abuts tne lower ends of the 
inner magnets 30 and extends deep within the target 
well 36 adjacent to the inner target sidewall 24 to pro- 
duce, in this case, a N pole within the well 36. (It is of 
course appreciated that the selection of an N or S pole 
is for the most part arbitrary because almost all practical 
magnetic effects depend only upon the relative polari- 
ties of different poles.) If the magnetron 14 is generally 
circularly symmetric, it is not necessary to rotate it for 
uniformity of sputter deposition. A tubular outer pole 
piece 42 of a magnetically soft material abuts the lower 
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end c: ihe ouier magnets 32 and extends acwnwardly 
outside c; the outer target s.cewall 22 The magnetic 
pole pieces 40 £2 of -IG *. oiffer from the usual pole 
faces r. ihrii (hey and ihe magnets 30. 32 are configured 
and sized tc en : a rnagnelic field B in the target vault 5 
■ 8 that is largely perpendicular to the magnetic field of 
the ccresponding associated magnets 30. 32. In par- 
ticjlar. the magnetic field B is generally perpendicular 
to the target vault sidewails 22. 24 

[0037] "his configuration, has several advantages, to 
First, the electrons trappec by the magnetic field B. al- 
though gyrating about the field lines, otherwise travel 
generally horizontally and radially with respect to the tar- 
get centra, axis 1 5. Plasma sheaths are formed on ooth 
vault sidewails 22 24 which reflect electrons traveling >5 
along the magnetic field lines toward the vault sidewails. 
As a result the electrons are substantially bound within 
the vault 18. and electron loss is minimized, thus in- 
creasing Ihe piasma density. Secondly, tne vertical 
depth of the magnetic fiela B intensifying the plasma 20 
density is delermr.ed by the neigni of the targei side- 
walis 22. 24 This depth can be considerably greater 
than that of a high-density plasma region created by 
magnets in back of a pianar target. As a result, sputtered 
atoms traverse a larger region of a high-density plasma 25 
and are accordingly more likely to become ionized. The 
support structure for the magnetron 14 and its parts is 
not illustrated but can be easily designed by the ordinary 
mechanic. The support structure usually includes an 
overlying cover shielding and supporting the magnet- 30 
ron 

[0038] The remainder of the sputter reactor 1 0 is sim- 
ilar to that described by Chiang et al. in the above ref- 
erenced patent application although a short-throw rath- 
er than a long-throw configuration may be used. Long 35 
throw is defined by Chiang et al as the separation be- 
tween the target and wafer as being at least 80% and 
preferably at least 1 40% of the wafer diameter. The tar- 
get 12 :s vacuum scalca to a grounded vacuum cham- 
ber body 50 through a dielectric target isolator 52. The 4 o 
wafer 2C is clamped to a heater pedestal electrode 54 
by. for example, a clamp ring 56 although electrostatic 
chucking is possible. An electrically grounded shield 58 
acts as an anode with respect to the cathode target 12 : 
which is negatively biased by a variable DC power sup- 4 5 
;>ly 60 DC magnetron sputtering is conventional in com- 
mercial aoplications. but RF sputteringcan enjoy the ad- 
vantages of the target and magnetron of the invention 
and is especially advantageous for sputtering non-me- 
tallic targets An electrically floating shield 62 is support- so 
ed on the electrically grounded shield 58 or chamber 50 
through a dielectric shield isolator 64. An annular cylin- 
drical knob 66 extending downwardly from the outer tar- 
gel sidewal! 22 and positioned inwardly of the upper- 
most part of the floating shield 62 protects the upper por- ss 
lion of ihe floating shield 62 and ihe target isolator 52 
frcm being sputter deposited from the strong plasma 
disposed within and slightly vertically outwardly of the 
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target vault 18 The gap between Ihe upper portion of 
:he floating shield 62 arc the target knob 66 and flange 
29 is small enough :o act as a dark space preventing 
the plasma from propagating into the gap 
[0039] A working yas such as argon is supplied into 
the chamber freir a gas source 68 through a mass flow 
controller 70. A vac-urn pumping system 72 maintains 
the chamber at a -educed pressure, typically a base 
pressure in the neighbornood of 10" 8 Torn Although a 
floating pedestal elec.rode 54 can develop a desired 
negative self-bias. .1 is typical in high plasma-density 
sputtering for an RF powersupply 74 to RF bias the ped- 
estal electrode 54 ;nrough an isolation capacitor, which 
res jits in a ccr.irol.ea negative DC self-bias. A controller 
76 regulates the power supplies 60. 74, mass flow con- 
troller 70. and vacuum system 72 according to a sput- 
tering recipe prerecorded in it with recordable magnetic 
or optical media. 

[0040] The targei and magnetron structure has sev- 
eral advantages. As mentioned previously, secondary 
electrons are largely trapped within the vault 1 8 with little 
loss even upon collision with the target sidewails 22, 24, 
more specifically reflected from the plasma sheaths ad- 
jacent the sidewails. Also, the plasma thickness is rela- 
tively large, determined by the sidewall heights, thereby 
increasing the ionization fraction of the sputtered target 
atoms. The separation of the inner and outer poles 40, 
42 is relatively small, thereby increasing the magnetic 
field intensity within the vault 18. The target 12 is con- 
tinuous across the pole pieces 40 : 42. thus preventing 
the magnetic material of the poles from being sputtered 
and deposited on the semiconductor wafer 20. 
[0041] The relatively high ionization fraction allows 
this fraction of the sputtered target atoms lo have their 
trajectories toward the wafer be controlled both by the 
magnetic field looping from the target toward the wafer 
and by the electric field induced by the DC self-bias ap- 
plied to the pedestal. Increasing the DC self-bias draws 
the ions into high aspect-ratio holes, thereby allowing 
high bottom and sidewall coverage of such high aspect- 
ratio holes*. On the other hand, the ionization fraction is 
less than 100%. and the remaining sputtered atoms are 
neutral. In some situations a finite neutral component is 
useful, and the ratio of neutrals to ions can be controlled 
by adjusting power levels and chamber pressures. 
[0042] The high aspect ratio of the vault 18 also im- 
proves the symmetric filling of holes located near the 
edge of the wafer, particularly in configurations having 
a shorter throw than that illustrated in FIG. 1 . As sche- 
matically illustrated in FIG. 2, a hole 78 located at the 
right edge of the wafer 20 is to have a conformal layer 
sputter deposited on its sides. The size of the hole 78 
and the thickness of the wafer 20 are greatly exagger- 
ated, but the geometry remains approximately valid. If 
a planar target were being used, the right side of the 
wafer hole 78 would see a much larger fraction of the 
target than the left side and would thus be coated with 
a commensurately thicker layer. However, with the 
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vault-shaped target 12. the hole 78 sees neither the in- 
ner sidewah 24 cl the (eft side of the vault 1 3 nor the left 
vault tcp wall 25 Even the upper portion of the cuter 
sidewa.i 22 of :he left s.oe of tne vault 18 is shielded 
from .he wafer a o.e 78 by '.he inner sidewall 24 cf the 5 
left side of :ne vault 1 3. As a result, the two sidewalls of 
the hcle 76 to be coaled see areas of the vault-shaped 
targe: ;nai are much closer in size than for a planar tar- 
get, and the sidewall coating symmetry is thereby great- 
ly nceased. :0 
[0043] ""he iargel structure, as a result, can provide 
sputlerec particles having trajectories preferentially 
aligned perpenaicularly -o tne water surface, but witnout 
an apertured collimator, which tends to become clogged 
witn sputtered material. The effect is increased by a high ts 
aspect -atio (or the vault preferably at least 1:2. and 
more preferaoly at teast i:i. The tested target had a 
vault with an aspect ratio of 1 .4 1 
[0044] A sputter reactor 80 of second embodiment of 
the invention is illustrated in the schematic cross-sec- 20 
tional view of FIG. 3. A magnetron 82 includes the pre- 
viously described inner magnets 30 and inner pole piece 
40. However, one or more outer magnets 84 and an out- 
er pole piece 86 extend around only a segment of the 
circumference ol the target, for example between 15° 25 
and 90°. An asymmetric magnetic yoke 88 shaped as a 
sector magnetically couples the inner and outer mag- 
nets 30. 84 but only on the side of target well 36 toward 
the outer magnets 84. In fact, a circular yoke 88, al- 
though larger would not affect the operative magnetic 30 
field. As a result, a high-density plasma is generated in 
only a small circumferential portion of the target vault 
18. For self-ionized plating (SIP) and particularly sus- 
tained self-sputtering (SSS), a high plasma density is 
desired. In view of the limited capacity of realistic power 35 
supplies 60. the high plasma density can be achieved 
by rectcing the volume of the magnetron 82. 
[0045] To achieve uniform sputtering, a motor 90 is 
supported cn the chamber body 50 through a cylindrical 
sidewall 92 and roof 94 preferably electrically isolated 4 o 
from the biased target flange 29. The motor 90 has a 
motor shaft connected to the yoke 88 at the target axis 
16 and rotates the magnetron 82 about that axis 16 at 
a few hundred rpm. Mechanical counterbalancing may 
be provided to reduce vibration in the rotation of the ax- 4 $ 
ialiy offset magnetron 82. The mechanical details are 
not accurately represented in FIG. 3 but will be de- 
scribed more completely below. 
[0046] Other magnet configurations are possible to 
produce similar magnetic field distributions A sputter re- so 
actor 100 of a third embodiment of the invention is illus- 
trated m the schematic cross-sectional view of FIG. 4 A 
magnetron 102 includes an inner magnet 104 having a 
magnetization direction generally aligned with a radius 
of the target 12 about the target axis 16 One or'more 55 
outer magnets 1 06 are similarly radially magnetized but 
anti-parallel to the magnetization of the inner magnet 
104 with respect to the center of the vault 18. A C- 
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shaped magnetic yoke has two arms 110. 112 in back 
of and supporting the respective magnets 104, 106 and 
a connector 114 supported on and rotated by the shaft 
of the motor 50 

[0047] The magnets 1 34. 1 06 may be advantageous- 
ly positioned only or. recuced circumferential portions of 
the sidewalls 24. 22 of the target vault 18 so as to con- 
centrate the magnetic field there. Furthermore, in this 
configuration extending along only a small segment of 
the target periphery, the magnets 104. 106 may be con- 
veniently formed of plate magnets. 
[0048] Electromagnetic coils may replace the perma- 
nent magnets ol the previously described embodiments. 
A sputter reactor :20 cf a fourth embodiment of the in- 
vention is illustrated in the schematic cross-sectional 
view of FIG. 5. A magnetron 122 includes a magnetic 
yoke including a central spindle 124 fit into the well 36 
of the target 12 arc a tubular rim 126 surrounding the 
outer sidewall 24 cf :ne target vault 18. The magnetic 
yoke also includes a generally circular back piece 128 
magnetically coupling the spindle 124 and the rim 126. 
An electromagnetic coil 130 is wound around the spindle 
1 24 below the back piece 1 28 and inside of the rim 1 26. 
The coil 130 is preferably powered by a DC electrical 
source but a low-frequency AC source can be used. The 
coil 130 in conjunction with the magnetic yoke creates 
a generally radial magnetic field in the target vault 18. 
[0049] The previously described embodiments have 
emphasized sputtering the vault sidewalls 22. 24 pref- 
erentially to sputtering the vault top wall or roof 25 (see 
FIG. 1) since relatively few of the magnetic field lines 
terminate on the vault roof 25. The metal ionization frac- 
tion can be increased if sputtering is increased in the 
vault roof 25 since the plasma thickness experienced by 
the average sputtered atom is increased. Also, the di- 
rectionality of sputtered material leaving the vault 18 is 
increased. 

[0050] The increased roof sputtering can be achieved 
in a number of ways. In a fifth embodiment of a magn- 
etron 140 illustrated in cross-section in FIG. 6 with the 
remainder of the sputtering chamber being similar to the 
parts illustrated in FIG. 3. A target 142 is similar to the 
previously described target 12 except for a thinner roof 
portion 144. Similarly to the magnetron 82 of FIG. 3, it 
includes the rotatablc yoke 88 supporting the inner mag- 
nets 30 of a first vertical polarity magnetically coupled 
to the inner pole piece 40 and the outer magnets 84 of 
a second vertical polarity magnetically coupled to the" 
outer pole piece 86. These magnets 30. 84 and pole 
pieces 40. 86 produce a generally radial magnetic field 
B extending between the sidewalls 22. 24 of the vault 
1 8. The magnetron 82 additionally supports on the mag- 
netic yoke 88 an inner roof magnet 146 of the first ver- 
tical polarization aligned with the inner magnets 30 and 
an outer roof magnet 148 of the second vertical polari- 
zation aligned with the outer magnets 86, The opposed 
roof magnets 146. 148 magnetically coupled by the yoke 
88 produce a semi-toroidal magnetic field B penetrating 
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the vault roof 144 at two locations. Thereby, electrons 
are : r apped alcng ;ne semi-torcidal magnetic field and 
increase :he plasma density near the vault roof 144. 
thereby increasing me sputtering of the vault roof 144. 
[0051] In the .Ifustralec embodiment, the outer mag- 5 
nets B4 and outer poie piece 86 occupy only a segment 
of the penonery of the target 142 but are rotated along 
that periphery by the motor 90. Similarly, inner and cuter 
rccfmagne-s 146 146 extend only along a correspond- 
ing segment angle. However, a corresponoing nonrctat- 
mg magnetron can oe created by making the roof mag- 
nets 146 M8. cuter magnet 84. ana outer oole piece 
86 «r. annular snapes. Tne same circularly symmetric 
mocification may oe made to the embodiments de- 
scribed below >5 
[0052] The reef sputtering can be further emphasized 
by a sixth embodiment of a magnetron 150. illustrated 
in FIG. 7. which includes the inner and outer roof mag- 
nets 146. 148 but which in the illustrated embodiment 
includes neither the inner magnets within the well36 nor 20 
the outer magnets outside of the outer sidewall 22. This 
configuration produces a relatively strong semi-toroidal 
magnetic field B adjacent to the vault roof 144 and a 
weaker magnetic field B in the body of the vault 18 ad- 
jacent tc the sidewails 22. 24. Therefore, there will be 25 
much more sputtering of the roof 144 than of the side- 
walls 22. 24. Nonetheless, magnetic field lines in the 
vault body terminate at the sidewails 22. 24. thereby de- 
creasing electron loss out of the plasma. Hence, the 
magnetic field intensity may be low in the vault, but the 30 
plasma density is still kept relatively high there so that 
the target atoms sputtered from the roof 144 still 
traverse a thick plasma region and are accordingly effi- 
ciently ionised. 

[0053] Since no magnets or pole pieces are placed in 35 
the target well 36 or outside of the outer target sidewall 
22 and assuming the target material is non-magnetic, 
the inner and outer sidewails 24. 22 may be increased 
in thickness oven to the point that there is no well and 
no appreciable volume between the outer sidewall 22 4 ° 
and the chamber wall. That is. the back of the target 1 42 
may have a substantially planar face 152, 154, 156. 
However, the inventive design of this embodiment still 
differs from a target having a circularly corrugated sur- 
face in that the spacing of the opposed roof magnets 4 $ 
1 46, 1 48 is at least half of the radial vault dimension and 
preferably closer to unity. This is in contrast to the em- 
bodiments of FIGS. 1 . 3. and 4 in which the two sets of 
magnets are separated preferably by between about 
100% and 150% of the vault width Alternatively stated, so 
the width of the vault 18 in the radial direction should be 
at least 2.5cm. preferably at least 5cm. and most pref- 
erably at least 10cm. These dimensions, combined with 
the vault aspect ratio being at least 1 :2 assures that the 
vault width is at least 10 times and preferably at least 55 
25 times the plasma dark space, thus guaranteeing that 
the plasma conforms to the shape of the vault 1 8. These 
vault widths are easily accommodated in a sputter re- 



actor sized for a 200mm water. For larger wafers, more 
complex target shr.oes become even easier to imple- 
ment. 

[0054] A seve.-r.h embodiment of a magnetron 1 60 il- 
lustrated in the ccss-sectional view of FIG. 8 includes 
the inner and outer mam magnets 30. 84. although they 
are preferably somewhat shorter and do not extend be- 
low the vault root " 44. "he magnetron also includes the 
inner and outer rco - ' magnets 146 148. However, nei- 
mer :he inner pole oiece nor the outer po«e piece needs 
to be used to couple the magnetic field from the main 
magnets 30. 84 into the vault 1 8. Instead, all these mag- 
nets produce a hcizon:ai;y criemed semi-toroidal field 
B adjacent tne vaui: roof 144 Some of these magnets 
may be eliminated as long as there are opposed mag- 
nets associated with the inner and outer target sidewails 
22. 24. Instead of ferromagnetic or paramagnetic pole 
pieces, non-magnetic (e.g. aluminum or hard stainless 
steel) or even diamagnetic spacers 162. 164 are sup- 
ported below the inner and outer main magnets 30 : 84 
respectively. Hencefortn. non-magnetic materials will be 
assumed to include diamagnetic materials unless spe- 
cifically stated otherwise. The innerspacer 1 62 supports 
on its lower end an inner sidewall magnet 166 of the 
second magnetic polarity, that is. opposite that of its as- 
sociated main inner magnet 30. Similarly, the outer 
spacer 164 supports on its lower end an outer sidewall 
magnet 168 of the first magnetic polarity, that is. oppo- 
site that of its associated main outer magnet 84. Both 
the sidewall magnets 1 66. 1 68 are located near the bot- 
tom of the respective vault sidewails 24 : 22. Because, 
they have polarities opposed to those of their associated 
main magnets 30. 84 they create two generally vertically 
extending semi-toroidal magnetic fields B' and B" near 
thebortom of the vault sidewails 24. 22. Becauseof their 
opposed magnetic orientations, the sidewall magnets 
166, 168 create two anti-parallel components of radial 
magnetic field across the vault 18. However, because 
of the relative spacings of the poles, the semi-toroidal 
magnetic fields B' and B" dominate. 
[0055] In one sub-embodiment, the horizontally ex- 
tending magnetic field B near the vault roof 1 44 is much 
stronger than the vertically extending magnetic fields B' 
and B" near the vault sidewails 24, 22. As a result, sput- 
tering of the roof 144 predominates. Alternatively, in- 
creased sidewall fields B' and B" can increase the 
amount of sidewall sputtering in a controlled way. In any 
case, the vertically extending sidewall fields B' and B" 
are sufficient to support a plasma throughout much of 
the body of the vault 18. Also, the sidewall fields B' and 
B" are oriented to repel electrons in the plasma flux from 
the roof 1 44. thereby decreasing the electron loss of that 
plasma. 

[0056] All of the previous embodiments have used 
magnets that extend generally along either the entire cir- 
cumference or a segment of the circumference of vari- 
ous radii of the target. However, an eighth embodiment 
of a magnetron 1 70 illustrated in the cross-section view 
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of FIG. 9 treats the planar vault roof 1 44 distinctly differ- 
ently than the band-snaped vault sidewalls 22, 24. The 
sidewail magnetic assembly is similar to that of FIG 6 
rind includes the roiatable yoke 88 supporting the inner 
magnets 30 of a " r s i vertical polarisation magnetically 5 
coupled tc tr.e inner pcle piece 40 and the segmented 
outer magnets 34 of an cppcsec second vencai pcar- 
tzati?i r-agneti-nly couoled :o the outer pcle piece. 
~hese oroduce a generally radially directea magnetic 
field B across :ne vaul: 18. "he ro:ating magnetic yoke -o 
88 also supports a cioseo magnetron over the vault roof 
144 including an inner magnet 1 72 of one vertical mag- 
netic polarization and a surrounding outer magnet 174 
of the other vertical magnetic polarization producing be- 
tween them a cusp-shaped magnetic field B' adjacent '5 
the vault rocf 144 ,r, the simplest sub-embodiment, the 
inner magnet 172 is cylindrical, and the outer magnet 
174 is annular cr tubular, surrounds the inner magnet 
1 72. thereby producing a circularly symmetric cusp field 
B' However, other shapes are possible, such as a radi- 20 
ally or circumferentially aligned racetrack or a pair of 
nested segment-shaped magnets. The roof magnetron 
of FIG. 9 is the general type of magnetron described by 
Fu and by Chiang et al. in the previously referenced pat- 
ent applications for SIP sputtering of a planar target, and 25 
those references provide guidance on the design of 
such a closed unbalanced magnetron having a strong 
outer pcle surrounding a weaker inner pole of the oppo- 
site polarity. 

[0057] The figure does not adequately illustrate the 30 
magnetic yoke 88 which in the conceptually simplest im- 
plementation would magnetically isolate the roof mag- 
nets 172. 174 from the sidewail magnets 30, 84 while 
still magnetically coupling together the roof magnets 
172. 1 74 and separately coupling together the sidewail 35 
magnets 30. 84. However, in view of the large number 
of magnets, a more complex magnetic circuit can be en- 
visioned. 

[0058] As has been shown in the cited patent appli- 
cations, such a small closed roof magnetron will be very *o 
effective in highly ionized sputtering of the target roof 
144. The sidewail magnets 30. 84 on the other hand will 
extend the plasma region down the height of the side- 
walls 22. 24 as well as cause a degree of sidewail sput- 
tering depending on the relative magnetic intensities. 4 $ 
[0059] The relative magnetic polarizations of roof 
magnets 1 72. 1 74 relative to those of the sidewail mag- 
nets 30. 84 may be varied. Also, the sidewail magnets 
30. 84 and particularly the outer sidewail magnet 84 may 
be maae fully annular so as to close on themselves so so 
that optionally they do not need to be rotated and may 
be coupled by their own stationary yoke while the roof 
magnets 1 72. 1 74 do rotate about the circular planar ar- 
ea on the back of the vault roof 1 44 and are coupled by 
their rotating own yoke. 55 
[0060] Other combinations of the closed roof magne- 
tron and the sidewail magnets of other embodiments are 
possible. 



[0061] A ninth emoodiment of a magnetron 1 80 of the 
invention is illustratec in the cross-sectional view of FIG. 
10 and includes the inner and outer magnets 172, 174 
overlying the vault roof '44 Side magnets 1 80 182 dis- 
posed ouisiae o"" ;ne vaul: s.dewalls 142 have opposed 
vertical magnetic 00 a-ities out they are largely decou- 
p*ec from the roo ; magnets 172. 174 because they are 
supported on the magnetic yoke 8B by non-magnetic 
supports 186. 158 As a result, the siae magnets 182. 
184 create a magnetic field B m :ne vault 18 that has 
two generally anti-parallel components extending radi- 
ally across the vault 18 as well as two components ex- 
tending generally parallel to the vault sidewalls. Thus, 
the magnetic field B ex:ends over a substantial depth of 
the vault 18 and further repels electrons from the side- 
walls. In the illustrated embodiment, all the side mag- 
nets 182, 184 are segmented and rotate with the roof 
magnets 1 72. 1 74. However, a mechanically simpler de- 
sign forms the side magnets 182. 184 in annular shapes 
and leaves one or both of them stationary. As illustrated, 
the polarities are such that the top pole of the inner side 
magnet 1 82 has the same polarity as the bottom pole of 
the adjacent annular top magnet 174 while the outer 
side magnet 180 has the opposite relationship with the 
annular top magnet 1 74. However, these polarities may 
be varied. 

[0062] A tenth embodiment 190 illustrated in the 
cross-sectional view of FIG. 11 is similar to the magne- 
tron 180 of FIG. 10 except that an inner side magnet 
1 92 is smaller than the outer side magnet 1 84, thereby 
allowing tailoring of the magnetic fields on the two vault 
sidewalls. The opposite size relationship is also possi- 
ble. 

[0063] An eleventh embodiment 200 illustrated in the 
cross-sectional view of FIG. 12 dispenses with the top 
magnets and uses only the two side magnets 182, 184 
which may be of the same size or of unequal size. In 
this case : the yoke 88 need not be magnetic. 
[0064] A twelfth embodiment 210 illustrated in the 
cross-sectional side view of FIG. 13 is the subject of U. 
S. Patent Application 09/703.738. filed November 1. 
2000 by A. Subramani et al. and entitled ROTATING 
CENTER MAGNET FOR A VAULT SHAPED SPUT- 
TERING TARGET incorporated herein by reference in 
its entirety. This embodiment has similar functionality to 
that of FIG. 1 0 but has further capabilities. 
[0065] The illustrated upper part of the sputtering 
chamber includes a cylindrical wall composed of a bot- 
tom frame 212 and a top frame 214. on which is sup- 
ported a chamber roof 216. The SIP + vault-shaped tar- 
get 12 is fixed to the bottom frame 212. All these parts 
are sealed together to allow cooling water to circulate in 
a space 218 in back of the target 12. The vault-shaped 
target 12 includes the annular vault 1 8 having the outer 
sidewail 22, the inner sidewail 24, and the vault roof 25, 
all generally circularly symmetric with respect to the ver- 
tical chamber axis 16. The inner and outer vault side- 
walls 22. 24 extend generally parallel to the chamber 
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axis 16 while l he vault roof 25 extends generally per- 
pencicularly thereto. Tna; is. (he vault 18 is annularly 
shaped with a generally rectangular cross section. 
[0066] A magrerron 220 s placed in back of the vault- 
ed taiga: '2 in close assoc. ation with the vault 18 The 5 
magnetron 220 incr-des a stationary ring-shapea cuter 
sidevva magret assembly 222 olaced ouissce the cuter 
vault s.cev/all 22 and navmg a first vertical magnetic po- 
larity. Toe preferred str ucture for the outer sidewall mag- 
nels 224 is more complicated than that illustrated, as is to 
described in the patent application to Subramani etal.. 
but the functions remain much the same. A rotatable in- 
ner sidewall magnet assembly 224 includes an upper 
tubular magnet 226 and a lower tubular magnet 228 
separated by a non-magnetic tubular spacer 230 having '5 
an axial :cngin a: least half the respective lengths of the 
two tubular magnets 226, 228. The two tubular magnets 
226. 228 have a same second vertical magnetic polarity 
opposite that of the cuter sidewall magnet 222. Howev- 
er, the non-magnetic spacer 230 is not required : and 20 
othermagnet configurations may be selected to achieve 
a desired erosion pattern. The bottom of the lower tubu- 
lar magnet 228 is separated from the back of a central 
planar oortion 232 of the vaulted target 12 by a small 
gap 234 navmg an axial extent of between 0.5 to 1 .5mm. 25 
[0067] The magnetron also includes a rotatable roof 
magnet assembly 236 in a nested arrangement of an 
outer ring magnet 238. generally circularly shaped, hav- 
ing the first magnetic polarity surrounding an inner rod 
magnet 240 having the second magnetic polarity and a 30 
magnetic yoke 242 supporting and magnetically cou- 
pling the magnets 238. 240. It is preferred that the total 
magnetic flux of the outer ring magnet 238 be substan- 
tially greater than that of the inner magnet 240, for ex- 
ample, having a ratio ol at least 1.5. It is preferred, al- 35 
though not required, that the magnetic polarity of the 
outer ring magnet 238 be anti-parallel to that of the inner 
sidewall magnet 224 so as to avoid strong magnetic 
fields adjacent to the inner upper corner of the target 
vault 1 8 and instead to intensify the magnetic field at the -to 
outer upper corner, which is being more quickly 
scanned. The metal ions produced in the very high-den- 
sity plasma adjacent the roof are focused by the sidewall 
magnets 222. 224 into a column directed to the wafer. 
[0068] Both the inner sidewall magnet 224 and the 4 $ 
rocf magnet assembly 236 are rotatable about the 
chamber axis 1 6. The inner sidewall magnet 224 is con- 
nected to and supported by a shaft 244 rotated about 
the chamber axis 1 6 by a motor 246. The magnetic yoke 
242 supporting the roof magnets 238, 240 is also fixed so 
to the rotating shaft 244. 

[0069] The motor shaft 244 and the inner sidewall 
magnet 224 includes an inner passageway 250 config- 
ured for passage of cooling fluid, usually water, supplied 
from a chiller 252 through an inlet port 254 to a rotary ss 
union 256 connected to the motor shaft 244. The cooling 
water flows from the bottom of the inner sidewall magnet 
224 through the gap 232 at the bottom of the inner side- 



wall magnet 224. It then flows upwardly between the in- 
ner vault sidewali 24 and the inner sidewall magnet 224. 
The rotating roof magnet assembly 236 stirs up the cool- 
ing water in the bac* cf Ihe target 12. thereby increasing 
«ls tuiDulence and cool rg efficiency. The cooling water 
then flows down next to :ne outer vault sidewall 22. As 
explained by Suti f.mani e:al.. the tubular outer sidewall 
magnet assembly 222 is composed of a large number 
of rod magnets, anc they are separated from the actual 
wails of (he targe! 12. As a result, the cooling water can 
flow both through and below the outer sidewall magnel 
222 to one of several outlets 258 in the bottom frame 
212 and then through several risers 260 in the frames 
212. 214 to an outlet pert 262 in the upper frame 214, 
whence the warmed cooling water is returned to the 
chiller 252. This coo :; rg design has the advantage of 
supplying the coldest water to the hottest, central por- 
tions of the target 12. 

[0070] Even though the inner sidewall magnet 224 is 
rotating, its circular symmetry causes it to produce the 
same magnetic field as that produced by a stationary 
cylindrical magnet. A schematic plan view of the mag- 
nets is shown in FIG. 14. This figure is intended to rep- 
resent the effective magnetic poles rather than actual 
magnets. The labeled polarities correspond to the up- 
permost poles and do not necessarily reflect the effec- 
tive polarities within the vault 18. The inner sidewall 
magnet 224 is included within the inner vault sidewali 
24 and is essentially circularly symmetric even though 
it may be rotating. Similarly the outer sidewall magnet 
222 is positioned on the radial exterior of the outer vault 
sidewall 22. and it also is substantially circularly sym- 
metric. The roof magnet assembly 236 including the out- 
er and inner roof magnets 238, 240 is positioned over 
the vault roof between the outer and inner sidewalls 22. 
24. and it rotates about the center of the target. It is ap- 
parent that the roof magnet assembly 236 occupy less 
than 20% of the area of the vault 1 8. and its effective 
magnetic fields occupy less than 10%. These factors 
provide corresponding increases in effective target pow- 
er densities. Nonetheless, circumferential scanning pro- 
vides uniform sputtering of the target. 
[0071] It is possible to increase the number of roof 
magnet assemblies. For example, as illustrated in the 
schematic plan view of FIG. 15, a second roof magnet 
assembly 260 has outer and inner magnets 262, 262 of 
sizes and polarities matched to those of the first roof 
magnet assembly 236. The second roof magnet assem- 
bly 260 is disposed over the vault 18 diametrically op- 
posite the first roof magnet assembly 236 and is rotated 
with it. Additional roof magnel assemblies may be add- 
ed. While the multiple roof magnet assemblies increase 
the sputtering rate, particularly of metal ions, they re- 
quire additional power to achieve the same peak plasma 
density. 

[0072] The asymmetry between the roof magnet as- 
sembly 236 and the sidewall magnets 222. 234 for the 
embodiment of FIGS. 13 and 14 produces distinctly dif- 



11 

04/22/2003, EAST Version: 1.03.0002 



2: 



EP 1 119017 A2 



22 



ferem magnetic field slrengths and distributions in dif- 
ferent pans of the vaui; 1 B. as ts scnematicaliy illustrated 
in FIG 16. In the portion of the vault 16 with the roof 
magnet assembly 226 mere is a strong magnetic field 
B adjacent the vajit roof 25. With the illustrated mag- 5 
netic polarities, the magnetic field is relatively weaker at 
the upper ccrr-er of :ne ir.rer sitiewall 24 but much 
stronger at me upper corner of the outer sidewall 22. 
The inclusion of the non-magnetic spacer 230 between 
the two tubular magnets 226. 228 of the inner sidewall >o 
magnet assembly 224 produces a magnetic field distri- 
bution that is more parallel to the inner vault sidewall 24. , 
'.hereby evening the erosion pattern mere. In contrast, 
as iPustrated on the left side, in portions or the vault 18 
distant from the roof magnet assembly 236. the mag- '5 
nctic field B' has a reduced intensity, particularly near 
the vault roof 25. As a result, there is relatively more 
sputtering of the vault roof 25 in areas of the roof magnet 
assembly 236 than elsewhere, and the metal ionization 
fraction in that portion is substantially higher. In contrast. 20 
distant from the roof magnet assembly 236. there is rel- 
atively substantial sputtering of the vault sidewalls 22, 
24 with an increased fraction of neutral metal atoms be- 
ing produced. 

[0073] It is known that low-pressure sputtering re- 25 
quires a relatively high magnetic field. It is thus possible 
to select chamber pressure and target power such that 
the plasma is supported only adjacent the roof magnet 
assembly 236 or to select another combination of cham- 
ber pressure and target power such that the plasma is 30 
supported throughout the vault 18. 
[0074] It is thus seen that the complex geometry of 
the magnetron and target of the various embodiments 
of the invention provides additional controls on the in- 
tensity, directionality, and uniformity of sputtering. 35 
[0075] It is possible to include multiple concentric 
vaults and to associate magnetic means with each of 
them. 

[0076] It is also possible to additionally include an RF 
inductive coil to increase the plasma density in the -to 
processing space between :ne target and wafer. How- 
ever, the unique configurations of the target and magn- 
etron of the invention in large part eliminate the need for 
expensive coils. 

[0077] Although the described embodiments have in- 4 $ 
eluded a magnetron with a vault having vertical side- 
walls and producing a substantially horizontal magnetic 
field in the vault. However, it is appreciated that the mag- 
netic field cannot be completely controlled, and inclina- 
tions of the magnetic field may extend up to about 25°. so 
Furthermore, the sidewalls may form more of a V- 
shaped vault with sidewall slope angles of up to 25°, but 
;i maximum ol 10° is preferred. 

[0078] Although the invention has been described 
with respect to sputtering a coating substantially con- ss 
sisting of the material of the target, it can be advanta- 
geously used as well for reactor sputtering in which a 
gas such as nitrogen or oxygen is supplied into the 



chamber and reacts with the target material on the wafer 
surface to form a niinde or an oxide. 

Processes and Structures 

[0079] The magnetron 180 of FIG. 12 using stationary 
annular side rragrets has been used in a number of ex- 
periments wtr. scattering copper and has shown unu- 
sual capabilities. We believe that the unusual results 
arise from the erhanced ionization fraction of the sput- 
tered copper as it passes through the extended mag- 
netic field in the vault and the restriction of the high-den- 
sity plasma to only a portion of the vault. The copper 
ions car. be attracred to the wafer by the inherent DC 
self-bias of a floating pedestal and the attraction can be 
increased by R- Dosing the pedestal. The controlled at- 
traction controls the energy and directionality of the cop- 
per ions incident on the wafer and deep into the via hole 
and allows controlled fractions of ionized and neutral 
sputtered atoms. 

[0080] The sputtering yield for copper ions as a func- 
tion of the ion energy is plotted in FIG. 17. Thus, the 
highersputter particles energies possible with the inven- 
tive magnetron and other magnetrons can produce a 
high copper yield in the case that the underlying copper 
is exposed during sputter processing by high-energy 
copper ions. Furthermore, the ratio of sputtering yield of 
tantalum relative to copper is 1:4 and further lower for 
TaN, thereby providing selectivity over copper. The be- 
lieved effect of high-energy sputtered copper is sche- 
matically illustrated in the cross-sectional view of FIG. 
18. A substrate 270 is formed with a lower copper metal 
feature 272. An inter-level dielectric layer 274 is depos- 
ited thereover and phololithographically etched to form 
a via hole 276. After pre-cleaning. a thin barrier layer 
278 is substantially conformally coated in the via 276 
hole and over the top of the dielectric 274. The subse- 
quent high-energy copper ion sputter deposition and re- 
sultant rcsputtcring of the copper already deposited on 
the wafer reduces the deposition on the field area on the 
planar top of the oxide 274 and at the bottom 280 of the 
via hole 276. However the copper atoms resputtered 
from the bottom of the via hole 276 is of lower energy 
than the incident copper ions and are emitted generally 
isotropicalty. As a result, it tends to coat the via sidewalls 
282 even more than the via bottom 220 because the 
sidewalls 282 are not exposed to the anisotropic high- 
energy copper ion column. The bottom sputtering fur- 
ther is likely to etch through the barrier layer 218 at the 
via bottom 220, thus exposing the underlying copper 
272. Furthermore, the lop layer of the copper 272 is 
cleaned in what is generally a PVD process. As a result, 
as illustrated in FIG. 1 9. the barrier Iayer278 is removed 
at the bottom of the via hole 276 and a recess 284, ex- 
perimentally observed to be concave, is formed in the 
underlying copper 272. Further, relatively thick copper 
sidewalls 226 of thickness d s are deposited while a cop- 
per field layer 288 of thickness d B is formed over the 
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planar (op of the dielectric 274. Because of Ihe high re- 
sputtering overhangs cc not form on the lip of the via 
276. The sidewall coverage <Vd 3 is observed to be In 
the neighborhood cf 50 lo 50% for high target power and 
low chdrioe' pressure Tne result may oe described as 5 
:-.e!ec;;ve PVD. 

[0081] ~he rernova: cf :r.e !cwer barrier layer has two 
implications The contact resistance is reduced because 
the barrer material is removed in ;ne direct current path, 
sped' Cc~ ly at :ne rtelace DM r .e via metal oeing deoos- »o 
iled vvilh the underlying meldi feature, and the copper of 
the upper-level metallization is in direct contact with the 
copper of the lower-level metallization, namely, the cop- 
per feature 272. Furnermore. .r. prior systems, a high 
resistivity oxide of the underlying metal needed to be '5 
rcmcvcc by a prc-n-.ctailization cleaning step. With the 
invention, the ore-clean that was necessary for that 
function to clear, the oxide or residue at the top of the 
underlying copper 272 prior to depositing the barrier or 
seed layer is no longer required to assure direct contact 20 
between the two copper levels because the since the 
PVD step is itself removing the barrier and cleaning the 
underlying copper or other metal layer. Pre-cleaning on 
the sidewalls and top of the dielectric is much less of a 
requirement and may in some circumstances be elimi- 25 
nated. 

[0082] It is noted that the structure illustrated in FIG. 
19 shows the removal of the barrier layer 278 on the 
horizontal bottom of the via hole 276 but its barrier field 
portion 290 remaining in the field area on the planar top 30 
of the dielectric layer 274. This is possible if the metal 
ionization fraction is less than 1 00% so that a substantial 
number of unaccelerated metal neutrals are sputtered 
onto the field area. The neutrals, however, are shielded 
from reaching the via bottom. As a result, the high-en- 35 
ergy metal >crs can sputter the barrier layer 278 at the 
bottom of the v.a nole 276. but they are overcome by 
the lower-energy metal neutrals at the top. and there is 
a net deposition of copper and no barrier removal in the 
field area on top of the dielectric layer 274. This result 4 <> 
differs from the process disclosed by Geffken et al. in 
the above patent in which all horizontally extending bar- 
rier layers are removed. 

[0083] The sidewall coverage afforded by the high- 
energy ionized sputter deposition is sufficient for use as 
a seed layer. It is believed that about 5nm sidewall cov- 
erage is required in 3u.m-deep vias having an 11:1 as- 
pect ratio. However, the copper field coverage is re- 
duced over the conventional sputtering process and 
does not provide a sufficient electrical path for the elec- so 
trcplating current. Therefore, a short, more conventional 
copper sputter process may be used to complete the 
copper seed layer and eliminate any voids in it and to 
thicken the field coverage The more conventional sput- 
tering produces not only lower-energy copper ions but ss 
a larger fraction of neutral copper sputter particles, 
vvhicn do not respond lo wafer biasing. The two steps 
can be balanced to provide a balance between bottom 



coverage, sidewall coverage, and blanket thickness. 
That is. the ccnformali'.y can be tailored. The more con- 
ventional copper sputter could be performed in a sepa- 
rate sputter reactor. However in view of Ihe small quan- 
tity of copper needec to complete the seed layer, the 
same reactor used fcr the high-energy sputtering can 
be adjusted to effec: Jcwer-energy sputtering. To accom- 
plish this second step. V example, the target powercan 
be reduced to reduce \he plasma density and metal ion- 
•zation fraction, the crsnoer oressure can be raised 
above 1 milliTorr. preferably aoout 1 .5 milliTorror higher, 
to reduce the wafer self-bias, thus reducing the ion en- 
ergy, and to decrease 're metal ionization fraction, the 
RF pedestal bias power can be reduced to decrease the 
acceleration of ions toward the wafer, or a combination 
of the three changes can be made between the two 
steps. 

[0084] The structure of FIG. 1S is accomplished by 
producing a relatively high but not very high copper ion- 
ization fraction. It is possible to perform within a single 
sputter reactor a two-step copper PVD process in which 
the first step produces the structure of FIG. 19 and the 
second step is performed with chamber parameters ad- 
justed to reduce the copper ion energy so that, as illus- 
trated in the cross-sectional view of FIG. 20, the via bot- 
tom is coated with a second copper layer 292 covering 
all areas including a via bottom portion 294. Further it 
is noted that the two-step copper PVD process can be 
advantageously used even in the case where the first 
step does not leave a barrier field layer 290 and a first 
copper field layer 288 is not deposited. For single-level 
damascene, the field region is subjected to CMR and 
these extra layers in the field region are not crucial. 
[0085] Following the formation of the second copper 
layer 292. the via hole is filled and overfilled by electro 
chemical plating of copper using the second copper lay- 
er 292 both as a seed layer and an electrode. Thereafter, 
the copper and typically the barrier layers exposed over 
the field area arc removed by chemical mechanical pol- 
ishing. 

[0086] Although the description above is directed to 
removing the barrier layer at the bottom of the via hole, 
a similar two-step process may be used to produce a 
more conformal seed layer coating even if the bottom 
barrier layer is not removed. The chamber parameters 
for the first step are adjusted to emphasize middle side- 
wall coverage with little or no bottom and/or field cover- 
age. The chamber parameters are then changed for the 
second step to emphasize bottom, upper sidewall, and 
field coverage. In most cases, this means that there is 
a substantial fraction of energetic metal ions in the first 
step and a larger fraction of neutrals relative to energetic 
ions in the second step. The two-step process is supe- 
rior to a one-step process with intermediate chamber 
parameters because the latter tend to immediately be- 
gin producing an overhanging lip at the top of the via 
hole which would interfere with bottom and middle side- 
wall coverage. 
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[0087] The invention can be advantageously applied 
to irc'e complex and oemanding structures desired in 
advanced integra:ed circuits. A dual damascene struc- 
ture s llustraiec : n the sectioned onhographic view of 
FIG. 21 which altotvs irter-leve. vtas anc horizontal :n- 5 
terccr.r.ecls to oe me-ailized ;n a single metallization 
prccess. A generally die:ectrc ur.d3 r laye r 300 includes 
a coooer feature 3C2 in i:s surface that neeos to be elec- 
trically conisctec through an overlying inter-level dielec- 
tric oyer 3C4 A hcrzcrtnly extending trencn 306 is *? 
formed a: the lop of inter-leve. dieiecli.c layer 304. and 
one or more v.as 308 (only one of vvmch is illustrated) 
are : ormec be:weer. :he bcttcrr. of (he trench 306 and 
the ccresoondmg cr.es or the ccpper features 302. A 
single sequence of metallization steps are used to si- '5 
multancously metallize the trench 306 (providing the 
horizontal interconnects) and the vias 308 to the lower- 
level metallization 302. However, a barrier layer 310 is 
required between the metal and any neighboring dielec- 
tric materials, for example. aTaN barrier for copper met- 20 
alligation The barrier layer 31 0 is divided into a field por- 
tion 312 on top of the upper dielectric layer 304, a trench 
sidevvall portion 314. a trench floor poition 316, and a 
via sidewall ponicn 318. All these portions 312, 314. 
316, and 31 8 are desired for a reliable integrated circuit. 25 
However, it is aesired that the barrier layer 310 not ex- 
tend ever the bottom of the via hole 308 in order to re- 
duce the contact resistance to the metal feature. Ac- 
cordingly, it is greatly desired that a sputtering process 
be available which has high bottom coverage in the 30 
trench 306 and no bottom coverage in the via hole 308. 
T he dual-damascene process disclosed by Geffken et 
al. in the above cited patent lacks this selectivity. It is 
noted thai the trench 306 has a very low aspect ratio 
along its axis but may have a relatively high aspect ratio 35 
transverse to its axis. Chen et al. describe a somewhat 
similar selective removal and deposition in U.S. Patent 
Application 09/704 : 161. filed November 1, 2000, USE 
OF A 3ARRIER SPUTTER REACTOR TO REMOVE 
AN UNDERLYING BARRIER LAYER, incorporated -*o 
herein by reference in its entirety. U.S. Patent Applica- 
tion 09/51 8.1 80. filed March 2, 2000 by Gopalraja et al. 
discloses a similar process to that discussed here with 
respect to FIGS. 14 and 15. 

[0088] Such a selective removal of the barrier layer -*5 
and selective deposition of copper is possible by adjust- 
ing the ccpper PVD process parameters to assure a bal- 
ance between energetic copper ions and low-energy 
copper neutrals to produce the structure illustrated in 
cross section in FIG. 22 A first copper seed layer 320 50 
is deposited with relatively high copper ion energy but 
a substantial neutral fraction so that the barrier layer 31 0 
at the bottom of the via hole 308 is removed and the 
underlying copper feature 302 is cleaned However, the 
copper layer 320 is deposited over and thus protects the ss 
barrier layer 3 1 0 on the via sidewall 322, the trench floor 
324. the trench sidewall 326. and the field area 328 be- 
cause these are either less exposed to the high-energy 



copper ions or mere exposed to the lower-energy cop- 
per neutrals. 

[0089] It is advantageous to perform the second cop- 
per seed deposition to o'oduce a conformal second cop- 
per seed layer 33C .-Ls/ated in -he cross-sectional 
view of FIG. 23. to ass j-e 3 thick sidewall and via bottom 
coverage as well as :nck r, e-'c coverage. The second 
ccpper seed lays' 330 is n direct contact with the 
cleaned upper surface of the underlying copper feature 
302. :hus assjnng :;ooc electrical contact. 
[0090] Folicwing the deposition of the second copper 
seed layer 330. the v a hele 308 and trench 306 are filled 
with copper by e : ecirDcnemica: plating using the second 
:wo copper layer 32C as ccir. a seed layer and an plating 
electrode. Thereafter chemical mechanical polishing 
removes any copper exposed above the field area 328 
outside of the trench 306 and typically also the barrier 
layer 310 in the area. 

[0091] For a given PVD chamber, particularly one of 
the SIP + chamber described above, the metal ionization 
fraction is increased by operating at a lower pressure or 
a higher target power. The metal ion energy can be in- 
creased by these same two techniques or by increasing 
the pedestal self-bias by any technique. 
[0092] It has been observed that the DC self-bias on 
a floating pedestal depends on the chamber pressure. 
For example, at 0.85 milliTorr, a self bias of about 
-20VDC develops; and al 0.64 milliTorr, about -1 00VDC. 
Thus, the chamber pressure can be used to control the 
copper ion energy. Similarly, increases of the target 
power from 20kW to 40kW show about the same se- 
quence of floating self-bias voltages, providing yet an- 
other tool for copper ion energy. 
[0093] An alternative approach to differentiate be- 
tween the bottom and top of the via hole is to use an 
auxiliary electromagnetic coil wrapped around the out- 
side of the central axial portion of the chamber about its 
central axis to selectively generate an axial magnetic 
field between the target and wafer. When the field is 
turned on in the first step, the metal ions are preferen- 
tially guided toward the wafer compared to when the 
field is turned off or reduced in the second step. Wei 
discloses such an auxiliary electromagnet in U.S. Patent 
Application. Serial No. 09/612.861, filed July 10. 2000, 
incorporated herein by reference in its entirety. 
[0094] We believe that a sputter reactor such as those 
of FIGS. 11 . 13. and 14 having vaulted target and one 
or more nested top magnet assemblies and continuous 
inner and outer sidewall magnet can be operated in two 
distinct modes determined by a combination of target 
power and chamber pressure. At higher power and low- 
er pressure, the self-bias on the pedestal is between 
-1 00 to -1 50VDC while at lower power and higher pres- 
sure, the self-bias assumes the more normal value of 
-30VDC. A related difference is that, below a certain ar- 
gon pressure, the target voltage is between about -450 
and -700VDC while above that pressure the target volt- 
age drops to about -400VDC. Although we are not 
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bouna by our understanoing of the invention, we believe 
thai at lower pressure and higher power the plasma is 
maintained in tne vault only in the area of the top nested 
magnet assemo y Elsewhe r e. the plasma is extin- 
guished. ~he magre:.c fields n the area c* the localised 5 
plasma may be sufficient :o runr.el an ionized copper 
flux towards :ne vva*"e- The copper ionization fraction in 
this mcce may be c:e high, nea' 50% and the high 
wafer self-bias draws highly energetic ions to the wafer 
and deep w : r r nigh aspect-ra*. c hcles. We believe mat ; ? 
al higher pressure the sidewall magnets are sufficient 
to maintain a plasma throughout the entire length of the 
vault. The lower plasma densities and increased scat- 
tering produce a more neutral flux of copper atoms. 
[0095] Applying RF bias to the pedestal through a '5 
coupling capaci:or will also increase the DC self-bias. 
[0096] Seme of the more pronounced high-energy 
sputtering results were obtained with a chamber pres- 
sure of 0.5 milliTorr. 40kW of target power and 300W of 
RF bias applied to the pedestal 20 
[0097] A process for accomplishing a copper via is il- 
lustrated in the flow diagram of FIG. 24. In step 340, a 
inter-metal dielectric layer of. for example, TEOS silicon 
dioxide or a !ow-k dielectric whether carbon-based or 
silicon-based, is deposited, usually by a CVD process 25 
and photolithographically patterned with via holes using 
a plasma etching process. The dielectric patterning may 
be dual damascene, which includes both the vias and 
interconnect trenches in a common connecting struc- 
ture. These steps are not directly part of the invention. 30 
and may be practiced in any number of ways. It is as- 
sumed that the material underlying the via holes is cop- 
per. Contact holes to underlying silicon require a some- 
what more complex process. 

[0098] Thereafter, the waferis placed in a multi-cham- 35 
ber integrated processing system. In some circumstanc- 
es, no plasma preclean need be performed. Instead, 
one PVD system is used in step 342 to deposit the bar- 
rier layer into the via hole and on top of the dielectric. 
Chemical vapor deposition (CVD) can instead be used J o 
for the barrier layer, or a combination of CVD and PVD 
can be used, in step 344. the high-energy ionized cop- 
per deposition both cleans the bottom of the via hole 
and coats its sidewalls. as has been described. This 
step also cleans the interface of the underlying copper ^ 
exposed beneath the barrier layer. Even-in this mode, a 
substantial neutral flux is present that cannot penetrate 
to the bottom of tne via hole but does deposit on the 
planar field portion above the dielectric. As a result, the 
barrier layer on the field portion is not sputtered away so 
by the energetic copper ions but is protected by some 
deposition of neutral copper. 

[0099] In step 346, a lower-energy, more neutral cop- 
per sputter deposition is performed to complete the seed 
layer, also used as the electroplating electrode. What- 55 
ever copper ions are present are accelerated by a lesser 
self-bias voltage and thus do not significantly sputter. 
Therefore, the iower energy copper ions the bottom of 



the via to provide bottom coverage and the neutral cop- 
per effectively coats the exposed planar field portion. 
(01 00] The two steps 3^£. 34B can be at least partially 
separated by req j*ring :re first step 344 to be performed 
at a pressure cf less than 1.0 milliTorr. mere preferably 
0 7 milliTorr or less, ard most preferably 0.5 milliTorr or 
sess. while the secc-d step 235 is performed at 1 .5 mil- 
liTorr or above. 

[0101] By proper timing of (he two steps 344. 346 and 
;rei r associated target cowers and chamber pressure, 
not only is the bottom barrier layer removed bul the con- 
formality of the copper deposition at the via bottom, via 
sidewall. and field portion can be adjusted. 
[0102] In step 34C. the copper metallization is com- 
pleted with an electroplating or other electrochemical 
process. 

[01 03] Although this process has been described with 
reference to the inventive vault magnetron, similar high- 
energy ionized copper sputtering can be achieved in 
other ways. Achieving the desired selective PVD is be- 
lieved to be eased by creating an energy distribution of 
the copper ions in the plasma with a peak energy of be- 
tween 50 and 300eV and/or by maintaining the ratio of 
argon ions to copper ions ArVCu* in the plasma at 0.2 
or less. Of course, the ultimate low fraction is obtained 
with sustained self-sputtering. The low fraction of argon 
ions reduces the problems commonly experienced with 
HDP sputtering. 

[0104] Further, it has been shown the inventive SIP* 
reactors can be used for the sputter deposition of Ta. 
TaN, Al, Ti, and TiN and should be usable with W, espe- 
cially for the effects of selective removal, selective dep- 
osition, and a multistep process. 
[01 05] The inventive process need not completely re- 
move the barrier layer at the bottom of the via to reduce 
the contact resistance. The outer portion, for example, 
of TIN while providing the barrier function has the high- 
est resistivity. Hence, removing just the nitride portion 
would be advantageous. 

[01 06] Of course, the invention can be used with cop- 
per alloyed with a five percent of an alloying element 
such as silicon, aluminum, or magnesium. Further, 
many aspects of the invention are applicable as well to 
sputtering other materials. 

Claims 

1 . A magnetron plasma sputter reactor, comprising: 

a plasma chamber arranged about a central ax- 
is and configured to accommodate a substrate 
to be sputter coated; 

a target around said central axis and having at 
least one annular vault disposed on a first side 
of said target facing said substrate and a well 
disposed on a back side of said target inside 
said trough, said vault having an annular inner 
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sidewail. an opposed annular outer siaewall. 
and a lop wall, an aspect ratio ot a depth ot said 
vault to a widrn ot said vault being at least 1:2. 
said target being configured to received electri- 
cal power to create a plasma within said plasma 5 
chamber. 

magnetic means disposed at ieast partially in 
said well to crea-e a magnetic field having mag- 
netic field lines extending from said inner side- 
wa.! tc saic c-jter sidewail. >o 

2. A reactor as claimed in Claim 1 . wherein said ratio 
is at leas: 1 :i. 

3. A reactor as claimed in Claim 1 or Claim 2, wherein >s 
said magnetic means includes permanent magnets . 

4. A reactor as claimed in Claim 3. wherein said per- 
manent magnets are disposed at least partially ra- 
dially outside of said inner and outer sidewalls from 20 
said vault. 

5. A reactor as claimed in Claim 1 or Claim 2. wherein 
said magnetic means includes an inductive coil 

25 

6. A reactor as claimed in any of Claims 1 to 3 or 5. 
wherein said magnetic means is disposed partially 
radially outside of said outer annular sidewail. 

7. A reactor as claimed in any of Claims 1 to 6, wherein 30 
said magnetic means are disposed partially above 
said a top wall 

8. A reactor as claimed in Claim 7, wherein the mag- 
netic means disposed partially above said top wall 35 
includes a first magnetic pole of a first polarity and 

a second magnetic pole of a second polarity op- 
posed to said first polarity and surrounding said first 
magnetic pole. 

40 

9. A magnetron plasma sputter reactor, comprising: 

a plasma chamber arranged about a vertically 
extending central axis and configured to ac- 
commodate a substrate to be sputter coated: 45 
a target arranged about said central axis and 
an annular vault on a first side of said target 
facing said substrate, said vault having an inner 
vertically extending annular sidewail enclosing 
a well accessible from a second side of said tar- so 
gel. an outer vertically extending annular side- 
wall opposite said inner side wall, and a roof 
connecting said inner and outer sidewalls on a 
side of said vault opposite said substrate; 
a first magnetic pole of a first magnetic polarity ss 
disposed in said well: 

a second magnetic pole of a second magnetic 
polarity opposite said first magnetic polarity dis- 



posed outsiae of said outer sidewail and mag- 
netically coupled to said first magnetic pole; 
a third magnetic pole of a third, vertical mag- 
netic pclar ly c sposed over said roof: and 
a fourth magnetic pole of a fourth, vertical mag- 
netic poiarity opposite said third magnetic po- 
larity disposed ever said roof and surrounding 
and magr.e:.cally coupled to said third magnetic 
pole: 

wherelr. said third and fourth magnetic poles at 
any one lime extend only partially around said 
central axis. 

10. A reactor as claimed in Claim 1 1 . wherein said third 
and fourth magnetic poles are rotatable about said 
central axis. 

11. A reactor as claimed in Claim 9 or Claim 10. wherein 
said first and second magnetic poles are annularly 
shaped about and extend around said central axis. 

12. A magnetron plasma sputter reactor, comprising: 

a plasma chamber arranged about a central ax- 
is and configured to accommodate a substrate 
to be sputter coated: 

a target around said central axis and having at 
least one annular vault disposed on a first side 
of said target facing said substrate, said vault 
having a width in a radial direction with respect 
to said central axis, said target being config- 
ured to receive electrical power to create a plas- 
ma within said plasma chamber: 
a first magnet of a first magnetic polarization 
positioned in back of one sidewail of said vault: 
and 

a second magnet of a second magnetic polari- 
zation opposite said first polarization disposed 
in back of another sidewail of said vault. 

13. A sputter reactor as claimed in Claim 12. further 
comprising: 

a third magnet of a third magnetic polarization 
positioned in back of a roof of said vault; 
a fourth magnet of a fourth magnetic polariza- 
tion opposite said third magnetic polarization 
positioned in back of said roof of said vault and 
substantially surrounding said third magnet; 
and 

a support rotating about said central axis and 
supporting said third and fourth magnets. 

14. A sputter reactor as claimed in Claim 13, wherein 
said first and second magnets are annular. 

15. A sputter reactor as claimed in Claim 13 or Claim 
14. wherein said support supports said first and sec- 
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ond magnets 

1 6. A spuner reactor as claimed in any of Claims 1 3 to 
15. wherein said first find second magnets are fully 
annular about saiu central axis and wherein said 5 
third and fourth magnets are rotated about said cen- 
tral axis. 

1 7. A spuuer reactor as claimed in any of Claims 13 to 
"6 wherein saic third and fcur.n magnets form an 4 o 
unbalanced magnetron pari with said fourth magnet 
having a higher total magnetic flux than does said 
third rrag r .e;. 

18. A magnetron plasma sputter reactor, comprising: . '5 

a piasma chamber arranged about a central ax- 
is and configured to accommodate a substrate 
to be sputter coated: 

a target arranged around said central axis and 20 
having at least one annular vault disposed on 
a first side of said target facing said substrate, 23. 
said vault having an inner sidewall, an outer 
sidewall. and a roof, said target being config- 
ured to received electrical power to create a 2s 24. 
plasma within said plasma chamber; 
a first magnetron system producing a first mag- 
netic field distribution that is substantially uni- 
form along a circumference of said vault about 25. 
said central axis: and 30 
a second magnetron system producing at any 
one time a second magnetic field distribution in 
a localized area along said circumference of 
said vault and being rotalable along said cir- 
cumference. 35 

19. A reactor as claimed in Claim 18. wherein said first 
magnetron system comprises: 

first magnets disposed behind said inner side- J o 
wall: and 

second magnets disposed behind said outer 
sidewall. 

20. A reactor as claimed in Claim 19, wherein said first 4 $ 
magnets have a first magnetic polarity along said. 26. 
central axis and said second magnets have a sec- 
ond magnetic polarity along said central axis oppo- 
site said first magnetic polarity. 

50 27. 

21. A reactor as claimed in any of Claims 18 to 20, 
wherein said second magnetron system is disposed 
behind said roof and comprises: 

28. 

at least one third magnet of a third magnetic 55 
polarity along said central axis and producing 
a first total magnetic flux: and 
at least one fourth magnet of a fourth magnetic 



polarity along said central axis opposite said 
third magnetic polarity, surrounding said at 
least one third magnet, and producing a second 
total magnetic '"-jx 

. A sputter target acapied for use with a magnetron 
sputter reac:or. 00 rg composed on a least a portion 
of a first side thereel o- a material to be sputtered, 
and being snaoed to have an annular vaull on said 
first side r.avrc an asoect ratio cf at least 1:2 and 
surrounding a central axis, a well on a second side 
of said target surrounded by and separated from 
said vault by ar. inner sidewall. an outer sidewall 
forming a red a.ly outermost position of said vault, 
a roof connecting said inner and outer sidewalls, an 
cuter flange extending radially outwardly from an 
end of said outer sidewall opposite said roof for be- 
ing sealed to a vacuum cnamber of said reactor, and 
a cylindrical knoo extending from a juncture of said 
flange and sard outer sidewall away from said roof. 

A target as claimed in Claim 22. wherein said aspect 
ratio is at least 1:1. 

A sputter target as claimed in Claim 22 or Claim 23, 
wherein said annular vault has a radial width of at 
least 5cm. 

An integrated copper fill process, comprising the 
steps of: 

providing a substrate having a copper feature 
at a surface in a first dielectric layer, a second 
dielectric layer formed over said first dielectric 
layer, a hole formed through said second die- 
lectric layer, and a barrier layer coated onto a 
bottom and sidewalls of said hole; 
a first step of sputtering copper into said hole 
with a first fraction of copper ionization: 
then a second step of sputtering copper into 
said hole with a second fraction of copper ion- 
ization less than said first fraction; and 
.then electrochemically depositing copper into 
said hole. 

A process as claimed in Claim 25, wherein said first 
step removes said barrier layer from said bottom of 
said hole. 

A process as claimed in Claim 26, wherein said first 
step additionally cleans an exposed surface of said 
copper feature. 

A process as claimed in any of Claims 25 to 27, 
wherein during said first step a first level of DC pow- 
er is applied to a target comprising copper and 
wherein during said second step a second level of 
DC power less than said first level is applied to said 
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target 

29. A process as claimed in any of claims 25 to 28. 
wherein no c.ean ng sieo .s performed between 
sdrj jeoos : ~g step di e said first s:eo of spu'.lering 5 
copper. 

30. Ar mtegra:ed copper fill process, comprising the 
steps of- 

:o 

providing a SLbslrate having a copper feature 
at a surface -n a first dielectric layer, a second 
dielec.'ic aye' formed ove;* said first dielectric 
layer, a hc.e rormec :r,rough said second die- 
\ec:r\c layer, and a carrier layer coated on a bot- >5 
torn anc sidcwalls of said no:c 
a first step performed in a sputtering reactor 
having a copper target of removing at least a 
portion of said barrier layer coated on said bot- 
tom of said hole: and 20 
a second step performed in said sputtering re- 
actor of depositing a copper seed layer on said 
bottom and said sidewalls of said hole. 

31 . A process as claimed in Claim 30, further compris- 25 
ing a subsequent step of electrochemically depos- 
iting copper into said hole. 

32. A process as claimed in Claim 30 or Claim 31, 
wherein said first step etches through said barrier 30 
layer at said bottom of said hole and cleans an ex- 
posed surface of said copper feature 



and said first energy level is greater than a cor- 
responding one of said second concentration 
and said second :evel. whereby material of said 
target is depositee at a greater rate on said bot- 
tom in saic seccrc step than in said first step. 

35. A process as c : a nod in Claim 34. wherein said hole 
is preformed with a barrier layer covering said side- 
walls and said fcoHom. and wherein said first step 
removes at er-si ,\ per. c r . of said oarrier layer at 
said bottom of sa.c hole out covers said carrier layer 
on said sidewalls of said nole. 

36. The methoc cf Claim 34 or Claim 35. wherein said 
target is a copper target. 

37. A metallization structure, comprising: 

a lower level dielectric layer having a conduc- 
tive feature formed in its surface; 
an upper level dielectric layer formed over said 
lower level dielectric layer with a hole there- 
through having sidewalls and a bottom overly- 
ing said conductive feature; 
a barrier layer formed on sidewalls of said hole 
but not on said bottom of said hole; and 
a metal filled into said hole and contacting said 
conductive feature. 

38. A structure as claimed in Claim 37 : wherein said 
conductive feature and said metal are composed of 
copper. 



33. A process as claimed in any of Claims 30 to 32. 
wherein said barrier layer comprises a metal layer 35 
overlain with a metal nitride layer and wherein said 
first step removes said metal nitride layerbut leaves 

at least a portion of said metal layer at said bottom 
of said hole. 

40 

34. A process for depositing metal into a hole formed in 
a substrate and having sidewalls and a bottom, 
comprising the steps of: 



39. A structure as claimed in Claim 37. wherein said 
hole is a dual damascene structure in which said 
hole includes a via hole in a lower portion of said 
upper level dielectric layer and a trench hole in an 
upper portion of said via hole and connected to said 
via hole. 

40. A structure as claimed in Claim 39. wherein said 
bottom is located at a bottom of said via hole and 
said barrier layer is coated onto a floor of said trench 
hole. 



a first step performed in a plasma sputter reac- 
tor including a metal target of sputtering under 
a first set of chamber conditions producing a 
first concentration of metal ions impinging said 
metal ions upon said substrate with a first en- 
ergy level, whereby more material of said target so 
is deposited on said sidewalls than on said bot- 
tom: and 

a subsequent second step performed in said 
plasma sputter reactor under a second set of 
chamber conditions producing a second con- 55 
centration of said metal ions impinging upon 
said substrate with a second energy level, 
wherein at least one of said first concentration 
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